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1 . (Currently Amended) A shape me»ory alloy comprisL Co A1 fc 
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crystal grain boundaries of said jS-phase an occupied by said y-phase. 

I 

3. (Original) The shape memory alloy according to claim wherein the fraction of said >phase 
volume in said shape memory alloy is 5 to 50% by volume. 

j 4. (Original) The shape memory alloy according to claim 2, wherein the fraction of said rphase 

I volume in said shape memory alloy is 5 to 50% by volume. 

5.-7, (Canceled) 

8. (Withdrawn) A method for producing a shape memory alloy comprising Co, Ni and Al with a 
two-phase structure comprising a 0-phase having a B2 structure and a rphase having an fee 
structure; at least 40% by area of crystal grain boundaries of said 0-phase being occupied by said 
•/•phase; said method comprising a first heat treatment step comprising heating at 1200 to 
13S0°C. for 0.1 to 50 hours and cooling at 0.1 to 1000'C/niinute, and a second heat treatment 
step comprising heating at 1000 to 1320°C for 0.1 to 50 hours and cooling at 10 to 
10000°C/minute. 
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